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Abstract ofDE19933932 

Production of 9,10-dihydro-9-oxa-phospha-phenathren-10-oxide comprises reaction of o- 
phenylphenol with phosphorous trichloride and 9 5 10-dihydro-9-oxa-phospha-phenathren-10-chloride 
under reflux in the presence of a Lewis acid catalyst and hydrolysis of the resulting product mixture 
whereby the product crystallizes out and is separated. A process for the production of 9,10-dihydro- 
9-oxa-phospha-phenathren-10-oxide (DOP) comprises reaction of o-phenylphenol (OPP) with 
phosphorous trichloride under reflux in the presence of a Lewis acid catalyst and removal of HC1 and 
hydrolysis of the resulting product mixture whereby the product crystallizes out and is separated. 
9,10-Dihydro-9-oxa-phospha-phenathren-10-cWoride (DOPC1) is added to the initial reaction 
mixture and the product mixture is hydrolyzed with an aqueous solution of hydrogen peroxide and is 
steam distilled. 
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Die folgenden Angaban sind dan vom Anmaldar aingereichten Untarlagan entnommen 

Prufungsantrag gem. § 44 PatG ist gestellt 

® Verfahren zur Herstellung von DOP und danach hergestelltes DOP mit reduziertem OPP-Gehalt 

@ Verfahren zur Herstellung von 9,10-Dihydro-9-oxa- 
10-phosphaphenanthren-10-oxid (DOP), bei dem o-Phe- 
nylphenol (OPP) mit PCI 3 in Gegenwart einer Lewissaure 
als Katalysator umgesetzt und das entstendene Reakti- 
onsgemisch hydrolysiert wird, wonach das Produkt aus- 
kristailisiert, gegebenenfalls gereinigt und anschlteRend 
abgetrennt wird. Zur Verbesserung der Reinheit des End- 
produkts und der Ausbeute und zur Beseitigung pyropho- 
rer Nebenprodukte wird erfindungsgemaS dem Gemisch 
der Ausgangsmaterialien DOPCI zugesetzt, das hydroly- 
sierte Reaktionsgemisch mit einer wafSrigen Losung von 
Wasserstoffperoxid versetzt und ansch lie Send einer Was- 
serdampf destination unterworfen. 
Gegenstand derErfindung istferner intechnischem MaK- 
stab nach diesem Verfahren hergestelltes DOP, das einen 
OPP-Gehalt von weniger als 0,5 Gew.-% besitzt. 
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